Application No. 09/551,871 

Amendment dated March 20, 2006 

Reply to Office Action of September 19, 2005 


Docket No.: 0020-4699P 


AMENDMENTS TO THE SPECIFICATION 


Please amend Table 8 at page 37 of the specification as follows: 


Test item 

Comparative Example No. 

1 

2 

3 

[[6]] 4 

Diameter of inner core (mm) 

34.8 

34.2 

37.2 

35.0 

Thickness of outer core (mm) 

1.7 

2.0 

0.5 

2.0 

Thickness of cover (mm) 

2.3 

2.3 

2.3 

1.8 

Hardness of inner core (JIS-C hardness) 

Center hardness (a) 

68 

61 

75 

65 

Surface hardness (b) 

78 

71 

76 

75 

Hardness difference (b-a) 

10 

10 

1 

10 

Hardness of outer core (JIS-C hardness) 

Surface hardness (c) 

66 

88 

70 

64 

Hardness difference (c-b) 

-12 

17 

-6 

-11 

Hardness of cover 

Shore C hardness 

70 

70 

70 

70 


2 


ADM/REG/jmb 


